6/13/2018 


~ Dart Hawkesbury 
JA R 1270 Aberdeen St Hawkesbury, ON K6A 1K7 Canada 


MEHOEPAE: Tel (613) 632-5200 


Terms} Purchased Item Description 


P0040033] ACI001-VC 17-4 Round Bar .750 : 17- 
4 PH/ S17400 / TYPE 630 
SS ROUND BAR PER 
AMS 5643/ ASTM A564 
GRAIN MUST BE ALONG 
LENGTH OF BAR 
MINIMUM YIELD 
TENSILE STRENGTH = 
100 KSI MINIMUM 
ULTIMATE TENSILE 
STRENGTH = 150 KSI 


304 SS roundbar .500 : 
MATERIAL: AISI 304/316 
SS ROUND BAR AS PER 
ASTM A276 NOTE: AISI 
303 NOT ACCEPTABLE 
receive ft 


D61T6 PLATE 1.250 X 
6.000 : MATERIAL: 6061- 
T6/T62/T651 ALUMINUM 
SHEET AS PER QQ-A- 
250/11 OR AMS-QQ-A- 
250/11 OR AMS 4025 OR 


T6/T651/T6510/T6511/T62 
ALUMINUM BAR PER 
QQ-A-225'8 OR AMS-QQ- 
A-225/8 OR AMS 
4117/4128/4115/4116 OR 
QQ-A-200/8 OR AMS-QQ- 
A-200/8 OR AMS 4160 
OR ASTM B211 OR 
ASTM B221 receive ft 


106 1-T6 Bar .750 X .750: 

MATERIAL: 6061- 
T6/T651/T6510/T6511/T62 
ALUMINUM BAR PER 
QQ-A-225/8 OR AMS-QQ- 
A-225/8 OR AMS 
4117/4128/4115/4116 OR 
QQ-A-200/8 OR AMS-QQ- 
4-200/8 OR AMS 4160 
OR ASTM B211 OR 
ASTM B2711 receive ft 


T6 SHEET 1.750 X 
: MATERIAL: 
6061-T6/T62/T651 
ALUMINUM SHEET AS 
PER QQ-A-250/11 OR 
AMS-QQ-A-250/11 OR 
AMS 4025 OR AMS 4027 
OR ASTM B209 receive ft 


51-16 Aluminumbar 
4.500"" X 4.500" : 
MATERIAL: 6061- 
T6/T65 1/T6510/T6511/T62 
ALUMINUM BAR PER 
QQ-A-225/8 OR AMS-QQ- 
A-225/8 OR AMS 
4117/4128/4115/4116 OR 
QQ-A-200/8 OR AMS-QQ- 
A-200/8 OR AMS 4160 
OR ASTM B211 OR 
ASTM B221 receive ft 


07606176 Bar 0.625 X 3.000 
: MATERIAL: 6061- 
T6/T651/76510/T6511/T62 
ALUMINUM BAR PER 
QQ-A-225/8 OR AMS-QQ- 
A-225/8 OR AMS 
4117/4128/4115/4116 OR 
QQ-A-200/8 OR AMS-QQ- 
A-200/8 OR AMS 4160 
OR ASTM 8211 OR 

{ASTM B221 receive ft 
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Purchasing Receipts 


Receive 


Date 


Stock |6/13/2018 


6/13/2018 


4Stock 6/13/2018 


Price/Unit 


$ 10,96 / ft 


$2.33/ ft 


$ 35.68 / ft 


$4.28/ 4 


$ 11.877 ft 


$2417 ft 


$ 94.82 / ft 


$ 128.02 / ft 


https://www.plexonline.com/9005ff9b-5501-4e96-8 1e3-ef1 adc0f7' 9d2/Plexus_Control/Report_Viewer_2.asp?Opener_Session_Key={9005FF9B-550 1-4... 1/2 


6/13/2018 


MATERIAL: AISI 304/316 
SS BAR OR AISI 304/316 
SS PLATE AS PER ASTM 
A276 OR ASTM Ai'40 
NOTE: AIS! 303 NOT 
ACCEPTABLE receive ft 


304 Bar 1.00 X 1.00: 
MATERIAL: AISI 304/316 
SS BAR OR AIS! 304/316 
SS PLATE AS PER ASTM 
A276 OR ASTM A240 
NOTE: AIS! 303 NOT 
ACCEPTABLE receive ft 


MATERIAL: AISI 1010- 
1025 OR ASTM 
A36/A366/A569/A570 OR 
OR CSA G40-21 
38W/44W/SOW/60W/70W 
CSA G40-21 OR 
38W/44W/SOW/60W/70W 
receive ft 


Print 


ef] are] Tr 


Price/Unit 


6/13/2018 |$ 13.02/ ft 


6/13/2018 |$ 18.90 / ft 


6/13/2018 |$ 15.87 / ft 


$ 225.10 / ft 


Plex 6/13/2018 1:59 PM Dart.Dubois.Pascal 


https://www.plexonline.com/9005ff9b-5501-4e96-81e3-ef1 adc0f79d2/Plexus_Control/Report_Viewer_2.asp?Opener_Session_Key={9005FF9B-5501 -4... 2/2 


DELIVERY -CLIENT Copy _c000093012 


ACIER OUELLETTE INC. Customer N° CL10001056 
935, Boul. du Havre 
Salaberry de Valleyfield (Québec) J6S 5L1 Date 2018/06/04 
Tél.: 450-377-4248 Mtl: 514-336-4248 Ext.: 800-667-4248 . 
Fax: 450-377-5696 Mtl: 514-336-4246 Ext.: 866-456-4242 Delivery date 2018/06/13 
Your order N° 40033 
Billed ty Shipped to Processed by Eric Kaehlert 
DART AEROSPACE LTD 
Salesman 
1270 , ABERDEEN ST. , Ontario, : 
HAWKESBURY, Ontario, K6A 1K7 Carrier OUELLETTE VALLEYFIELD 
Credit Terme Net 30 Days 


Att : CHANTAL LAVOIE  Tél.: 613-632-5200 


Instruction  F-M Delivery Route 5 Page 1 


ternal Use Onl 
Product Description Inter y 


ROUND SS 3/4 17-4PH NS : 36.00 PI_$CLB 
RSS-34174 9268 


3X 12'R/L ** CERTIFICATE ** 
LINE# 1 


9 heat: TO 2018-06- 


2 ROUND SS 1/2 304 (R) , 120.00 PI_$CLB 
RSS-12 5730 


LOX 12'R/L — ** CERTIFICATE ** 


LINE# 2 =< 


NIR : R-109516-6 


Next Page... 


DELIVERY - CLIENT Copy _c000083012 


ACIER OUELLETTE INC. Customer N° CLI0001056 
935, Boul. du Havre 
Salaberry de Valleyfield (Québec) J6S 5L1 Date 2018/06/04 
Tél.: 450-377-4248 Mtl: 514-336-4248 Ext.: 800-667-4248 ' 
Fax: 450-377-5696 Mtl: 514-336-4246 Ext.: 866-456-4242 Delivery date 2018/06/13 
Your order N° 40033 
Bie te Shipped.to Processed by Eric Kaehlert 
DART AEROSPACE LTD 
Salesman 
1270 , ABERDEEN ST. , Ontario, : 
HAWKESBURY, Ontario, K6A 1K7 dita Carrier OUELLETTE VALLEYFIELD 
Credit Terme Net 30 Days 


Att : CHANTAL LAVOIE Tél.: 613-632-5200 


Instruction F-M Delivery Route 5 Page 2 


Product Description [CC PCSNB Internal Use Only 
[cmp | exp | Bo | IN |[z|/s/[c| our | 


i 


ALU PLATE 1 1/4 6061 T651 RANDOM ; 6.00  PI2 $CLB 
PAL-1146061-V 7453 


** CERTIFICATE ** 


SAW CUT 
SCIE 


2 PCS 6"X 72" HT# 


NIR : R-109516-6 


Next Page... 


DELIVERY-CLIENT Copy 000092012 


ACIER OUELLETTE INC. Customer N° CLI0001056 
935, Boul. du Havre 
Salaberry de Valleyfield (Québec) J6S 5L1 Date 2018/06/04 
Tél.: 450-377-4248 Mtl: 514-336-4248 Ext.: 800-667-4248 . 
Fax: 450-377-5696 Mtl: 514-336-4246 Ext.: 866-456-4242 Delivery date 2018/06/13 
Your order N° 40033 
Billed to Shipped to Processed by Eric Kaehlert 
DART AEROSPACE LTD 
Salesman 
1270 , ABERDEEN ST. , Ontario, ; 
HAWKESBURY, Ontario, K6A 1K7 Carrier OUELLETTE VALLEYFIELD 
i e Net 30 D 
Att : CHANTAL LAVOIE Tél.: 613-632-5200 Conse Term a 
Instruction F-M Delivery Route 5 Page 3 
PCS NB Internal Use Onl 
Product Description Weight Qty U/M y 


| cmp | exp [ B/o | IN [zti[sic| our | 


4 FLATALU 1/4 X 4 6061-T6 * 23.52 20.00 PI_$CLB 


FAL-144 2525 


1X20 


** CERTIFICATE ** 


26.44 12.00 PI_$CLB 


FAL-583 


LX1Z' ** CERTIFICATE ** 


LINE# 5 


AC16977-TH-2018-06-11 
Yat - 001I180501D 


NIR : R-109516-6 


Next Page... 


DELIVERY - CLIENT Copy 000093012 


ACIER OUELLETTE INC. Customer N° cL10001056 
935, Boul. du Havre 
Salaberry de Valleyfield (Québec) J6S 5L1 Date 2018/06/04 
Tél.: 450-377-4248 Mtl: 514-336-4248 Ext.: 800-667-4248 : 
Fax: 450-377-5696 Mtl: 514-336-4246 Ext.: 866-456-4242 Delivery date 2018/06/13 
Your order N° 40033 
Billed to Shipped to Processed by Eric Kaehlert 
DART AEROSPACE LTD 
Salesman 
1270 , ABERDEEN ST. , Ontario, ' 
HAWKESBURY, Ontario, K6A 1K7 Carrier OUELLETTE VALLEYFIELD 
Credit Terme Net 30 Days 


Att : CHANTAL LAVOIE Tél.: 613-632-5200 


Instruction F-M Delivery Route 5 


Internal Use Onl 
Product Description nternal Us y 


6 SQUARE ALU 3/4 6061-T6 * 20.00 PI_$CLB 
CAL-34 1787 


1X20' = ** CERTIFICATE ** 


an 


Heat : 68402 ; 


061-T651 RANDOM : 5.00  PI2_$CLB 


PAL-1346061-V 7458 


** CERTIFICATE ** 


SAW CUT 
SCIE 


LXLOOR SIZE 


LINE# 7 


NIR : R-109516-6 


Next Page... 


DELIVERY -CLIENT Copy 000093012 


ACIER OUELLETTE INC. Customer N° cL10001056 
935, Boul. du Havre 
Salaberry de Valleyfield (Québec) J6S 5L1 Date 2018/06/04 
Tél.: 450-377-4248 Mtl: 514-336-4248 Ext.: 800-667-4248 ; 
Fax: 450-377-5696 Mtl: 514-336-4246 Ext.: 866-456-4242 Delivery date 2018/06/13 
Your order N° 40033 
Billed to Shipped to Processed by Eric Kaehlert 
DART AEROSPACE LTD 
Salesman 
1270 , ABERDEEN ST. , Ontario, ; 
HAWKESBURY, Ontario, K6A 1K7 Carrier OUELLETTE VALLEYFIELD 
Credit Terme Net 30 Days 


Att : CHANTAL LAVOIE Tél.: 613-632-5200 
Instruction F-M Delivery Route 5 Page 5 


Product Description [CC PCSNB Internal Use Only 
| cmp | exe | Bo | IN |1|S|c| our | 


ne 07-06 ** 


Heat: TK) K™ 


8 ALU PLAT =] 1/2 6061-T651 RANDOM : “hk 50 PI2_$CLB- 
PAL-4126061-V 7485 


I PC 4-1/2" X 48" — ** CERTIFICATE ** 
LINE# 8 
AC16977-TH-2018: 


Host : 0015180303K 


9 FLAT SS 3/8 X 3 SS304 (R) Ev 00 PI_$CLB 
FSS-383 3578 


LX 12'R/L  ** CERTIFICATE ** 


NIR : R-109516-6 


Next Page... 


Billed to 
DART AEROSPACE LTD 


1270 , ABERDEEN ST. 
HAWKESBURY, Ontario, K6A 1K7 


Instruction F-M 


Product Description 


ee, -_ 


SS 1 SS304 (R) 
2085 


LX12'R/L — ** CERTIFICATE ** 


P4140-134H 


LX 12" X 72" ** CERTIFICATE ** 


LINE# 12 


ACIER OUELLETTE INC. 


935, Boul. du Havre 
Salaberry de Valleyfield (Québec) J6S 5L1 


Tél.: 450-377-4248 Mtl: 514-336-4248 Ext.: 800-667-4248 
Fax: 450-377-5696 Mtl: 514-336-4246 Ext.: 866-456-4242 


Shipped to 
, Ontario, 


Att : CHANTAL LAVOIE Tél.: 613-632-5200 
Delivery Route 5 


12.00 PI_$CLB 


6.00  PI2_$CLB 


DELIVERY - CLIENT 


Customer N° 
Date 

Delivery date 
Your order N° 
Processed by 
Salesman 
Carrier 


Credit Terme 


Page 


: R-109516-6 


Co py 000093012 


CLIO001056 
2018/06/04 
2018/06/13 
40033 

Eric Kaehlert 


OUELLETTE VALLEYFIELD 
Net 30 Days 


Internal Use Only 


Next Page... 


DELIVERY -CLIENT Copy 6000093012 


ACIER OUELLETTE INC. Customer N° CLI0001056 
935, Boul. du Havre 
Salaberry de Valleyfield (Québec) J6S SL1 Date 2018/06/04 
Tél.: 450-377-4248 Mtl: 514-336-4248 Ext.: 800-667-4248 ; 
Fax: 450-377-5696 Mtl: 514-336-4246 Ext.: 866-456-4242 Delivery date 2018/06/13 
Your order N° 40033 
Billed to Shipped to Processed by Eric Kaehlert 
DART AEROSPACE LTD 
Salesman 
1270 , ABERDEEN ST. , Ontario, ; 
HAWKESBURY, Ontario, K6A 1K7 Carrier OUELLETTE VALLEYFIELD 
, Credit Terme Net 30 Days 
Att : CHANTAL LAVOIE Tél.: 613-632-5200 y 
Instruction FM Delivery Route 5 Page 7 


Internal Use Onl 
Product Description ¥ 


12.00 PI_$CLB 


FCR-114214 


LX 12'R/L  ** CERTIFICATE ** 


LINE# 11 


AC-16979-SAT-2018-06-06 


Conditions: Total Weight (Lbs): 1 157.39 NIR : R-109516-6 


All sold and delivered materials remain the property of “Acier Ouellette Inc" until payment is made in full, complete and cashed. All lost materials are at the buyer's expense. The warranty offered by 
"Acier Ouellette Inc." is the same as offered and honored by the manufacturer and his warranty is transferred by "Acier Ouellette Inc." to the client. The buyer hereby accepts to respect the 
following conditions: Net 30 days from billing date and the buyer accepts to pay administration charges of 2% per month (24% per annum) on all past due amounts over 30 days. Any default in 
respect with this contract will lead to payment by acceleration and permits to the seller, at his choice to claim for the balance due or the repossession of the goods sold. All claims must be made 
within five (5) days with this document enclosed. Any merchandise that has been damaged, cut or modified cannot be returned. All goods returned must be with our authorization and are subject to 


a 25% restocking charge. 
— a PE i _ 


Customer's Signature Date 


Prepared By : 


5/29/2018 PURCHASE ORDER 


Dart Aerospace Ltd. 
1270 Aberdeen St 


“SART Hawkesbury, ON PURCHASE ORDER 


K6A 1K7 


AEROSPACE Canada PO040033 


Tel (613) 632-5200 


ACI001-VC 
Acier Ouellette Inc. 
935 Boul. Du Havre 
Valleyfield 

Qc 

J6S 5L1 Canada 
Phone: 800 667 4248 
Fax: 450 377 5696 


PO No: P0O040033 
PO Date: 5/29/18 ES =M AG LL. =) 
Due Date: 6/4/18 


Purchase Order \; 2S 
Revision: 


Revision Date: 


Ship-To Contact: —_ Lavoie, ChantalPhone: 
clavoie@dartaero.com 


Via: Ground 


1270 Aberdeen Street 


Hawkesbury Pymt Terms: Net 30 
ON Freight Terms: 
K6A 1K7 Canada 


Phone: 613-632-5200 vi kcaieebs apneic 


Line Supplier Due Order |Received Unit Extended 
Item Part No Description Date | Quantity] Quantity |Balance} Price (CAD) | Price 
M17-4-R0.750 17-4 Round Bar .750 Firmed 6/6/18 36 ft Ff) 36 ft $10.963888/ft $394.70 
: 17-4 PH/ S17400/ 
TYPE 630 SS ROUND “ft DAS 
BAR PER AMS 5643/ 3Z 6 411 
ASTM A564 GRAIN 3-89 
MUST BE ALONG 
LENGTH OF BAR 
MINIMUM YIELD JUN 1 3 2018 
TENSILE STRENGTH = 
100 KSI MINIMUM 
ULTIMATE TENSILE 
STRENGTH = 150 KSI 
receive ft 


2 M304R.500 304 SS roundbar .500 Firmed 6/1/18 120 ft 06) 120 ft $2.3345/ft 4 
: MATERIAL: AISI 304/316 \ 
SS ROUND BAR AS PER } 9-89 
ASTM A276 NOTE: AISI (274, JUN 1 3 2016 

303 NOT ACCEPTABLE 

receive ft 


6061T6 PLATE 1.250 X 
6.000 

: MATERIAL: 6061- 
T6/T62/T651 ALUMINUM IZ 
SHEET AS PER QQ-A- 


M6061T6S1.250X6.000 Firmed 6/4/18 12 ft Oft 12 ft $35.68167/ft $428.18 


250/11 OR AMS-QQ-A- 
250/11 OR AMS 4025 OR JUN 13,2018 
AMS 4027 OR ASTM 41 
B209 

: 9-89 


receive ft 


Line Item Note saw cut pricing included in pricing of mat'l 


Plex 5/29/18 11:09 AM dart.lavoie.chantal 
https:/Awww.plexonline.com/41c3ab81-d256-4b5b-99b5-2c8e7974 16de/Plexus_Control/Report_Viewer_2.asp?rv=u%1E..%2FPurchasing%2FPO_Print.asp%3FPC 


5/29/2018 


PURCHASE ORDER 


Line Supplier Due Order |Received Unit Extended 
Item Part No Description Date | Quantity oa Balance] Price (CAD) | Price 


M6061T6B0.250X04.000 
5 M6061T6B0.625X03.000 
6 M6061T6B0.750X00.750 
if a ea -750X10.000 
8 M6061T6B4.500X4.500 
J 
9 M304B0.375X03.000 


M2024T3B0.250X4.500 

: MATERIAL: 6061- 
T6/T651/T6510/T6511/T62 
ALUMINUM BAR PER 
QQ-A-225/8 OR AMS-QQ- 
A-225/8 OR AMS 
4117/4128/4115/4116 OR 
QQ-A-200/8 OR AMS-QQ- 
A-200/8 OR AMS 4160 
OR ASTM B211 OR 
ASTM B221 

receive ft 


6061T6 Bar 0.625 X 3.000 
: MATERIAL: 6061- 
T6/T651/T6510/T6511/T62 
ALUMINUM BAR PER 
QQ-A-225/8 OR AMS-QQ- 
A-225/8 OR AMS 


4117/4128/4115/4116 OR 


QQ-A-200/8 OR AMS-QQ- 
A-200/8 OR AMS 4160 
OR ASTM B211 OR 
ASTM B221 

receive ft 


6061-T6 Bar .750 X .750 

: MATERIAL: 6061- 
T6/T651/T6510/T6511/T62 
ALUMINUM BAR PER 
QQ-A-225/8 OR AMS-QQ- 
A-225/8 OR AMS 
4117/4128/4115/4116 OR 
QQ-A-200/8 OR AMS-QQ- 
A-200/8 OR AMS 4160 
OR ASTM B211 OR 
ASTM B221 

receive ft 


6061T6 SHEET 1.750 X 
10.000 

: MATERIAL: 6061- 
T6/T62/T651 ALUMINUM 
SHEET AS PER QQ-A- 
250/11 OR AMS-QQ-A- 
250/11 OR AMS 4025 OR 
AMS 4027 OR ASTM 
B209 

receive ft 


6061-T6 Aluminumbar 
4.500" X 4.500" 

: MATERIAL: 6061- 
T6/T651/T6510/T6511/T62 
ALUMINUM BAR PER 
QQ-A-225/8 OR AMS-QQ- 
A-225/8 OR AMS 
4117/4128/4115/4116 OR 
QQ-A-200/8 OR AMS-QQ- 
A-200/8 OR AMS 4160 
OR ASTM B211 OR 
ASTM B221 

receive ft 


M304 SS bar .375 x 3.00 

: MATERIAL: AISI 304/316 
SS BAR OR AISI 304/316 
SS PLATE AS PER ASTM 
A276 OR ASTM A240 
NOTE: AISI 303 NOT 
ACCEPTABLE 

receive ft 


Firmed 6/4/18 


Firmed 6/4/18 


Firmed 6/4/18 


Firmed 6/4/18 


Firmed 6/4/18 


Firmed 6/4/18 


20 ft 


12 ft 


20 ft 


6 ft 


4ft 


12 ft 


2. 


0 ft 
\ 


0 ft 


0 ft 


0 ft 


a 


20 ft $4.28/ft $85.60 


12 ft $11.87333/ft $142.48 


JUN 13 2018 
11 


9-89 


20 ft $2.4095/ft $48.19 


JUN 13 2018 


6 ft $94.821666/ft $568.93 


JUN 13 2018 
DAS 


411 


9-89 


4ft $128.0225/f $512.09 


JUN 13 2018 
DAS 


11 


9-89 


12 ft $13.02/ft $156.24 


oll 13 2018 
41 


ee aN leeiaceanenetaciceenmeesiiaal 


Plex 5/29/18 11:09 AM dart.lavoie.chantal 


https://www.plexonline.com/41c3ab81-d256-4b5b-99b5-2c8e7974 16de/Plexus_Control/Report_Viewer_2.asp?rv=u%1E..%2FPurchasing%2FPO_Print.asp%3FPC 


5/29/2018 PURCHASE ORDER 


Supplier Due | Order |Received Unit Extended 
Part No Description Date | Quantity —_ Balance] Price (CAD) | Price 


M304B1.000X1.000 304 Bar 1.00 X 1.00 Firmed 6/4/18 12 ft 12ft $18.9025/t $226.83 

: MATERIAL: AISI 304/316 
SS BAR OR AISI 304/316 4, DAS 
SS PLATE AS PER ASTM 
A276 OR ASTM A240 JUN 13 2018 11 
NOTE: AISI 303 NOT 9-89 
ACCEPTABLE 
receive ft 

1 M1018B1.250X02.250 1010-1025 Stee! Bar Firmed 6/4/18 12 ft Off 12f $15.87Mt $190.44 
4.250 X 2.250 
: MATERIAL: AISI 1010- \ 
1025 OR ASTM DA 
A36/A366/A569/A570 OR { ye 
OR CSA G40-21 JUN 13 2018 11 
38W/44W/50W/60W/70W 9-8: 
CSA G40-21 OR 
38W/44W/S0W/60W/70W 
receive ft 

12 MT-4140-S- AISI 4140 Steel Firmed 6/11/18 6 ft On 6 ft $225.095/f $1,350.57, 

1.750X12.000 Sheet/Plate ra \ 
fe JUN13 2018 4 


Grand Total: $4,3843 gf° 


Order Notes 


Procurement Quality Clauses 
A005 right of entry 
A012 chemical and physical test report 
A016 personnel qualification 
A017 raw material identification (as applicable) 
A026 certification of material conformance 
A041 quality management system 
A042 dart notification by supplier 
A043 retention of quality documents 


A048 counterfeit parts avoidance, detection, mitigation and disposition program 


A049 supplier awareness 


Terms & Condition of Purchasing(Suppliers) and Procurement Quality Clauses are an integral part of our AS9100 requirements. To learn in detail, please visit 
www.dartaerospace.com for further explanation. 


Plex 5/29/18 11:09 AM dart.lavoie.chantal 


https://www.plexonline.com/41c3ab8 1-d256-4b5b-99b5-2c8e79741 6de/Plexus_Control/Report_Viewer_2.asp?rv=u%1E ..%2FPurchasing%2FPO_Print.asp%3FPC 


ACIER OUELLETTE INC. 

935, Boul. du Havre 

Salaberry de Valleyfield (Québec) J6S 5L1 

Tél.: 450-377-4248 Mtl: 514-336-4248 Ext.: 800-667-4248 
Fax: 450-377-5696 Mtl: 514-336-4246 Ext.: 866-456-4242 


Quotation SOQU0109163 
Billed to Customer N° CLI0001056 
DART AEROSPACE LTD Date 2018/05/25 
1270 , ABERDEEN ST. Revision N° 0 
HAWKESBURY, Ontario, K6A 1K7 
Prices valid until 2018/06/01 
Shipped to Your Order N° 
Processed by Eric Kaehlert 
, Ontario, Salesman ERIC 
Carrier OUELLE SDV 
Att: CHANTAL LAVOIE Tél.: 613-632-5200 Credit Terms Net 30 Days 
Page 1 


| Qty ym | Qty _U/M_ Price | PcsNb ___ Price | Amount] 


54.07 36.00 PI_$CLB Rain coe 394.70 
107.76 6.00 PI2_$CLB 6.00 PI2 378.18 


26.44 12.00 PI_$CLB 12.00 PI a ee 142.48 
13.24 20.00 PI_$CLB 20.00 PI es aed 48.19 


Product N° and description 


ROUND SS 3/4 17-4PH NS 
RSS-34174 9268 
3X 12'R/L 4-5 DAYS 
ROUND SS 1/2 304 (R) 
RSS-12 5730 
10 X 12' R/L STOCK 
ALU PLATE 1 1/4 6061-T651 RANDOM 
PAL-1146061-V 7453 

SAW CUT 
SCIE 1 

2 PCS 6"X 72" 3-4 DAYS 
FLAT ALU 1/4 X 4 6061-T6 * 
FAL-144 2525 
1 X 20' STOCK 
FLAT ALU 5/8 X 3 6061-T6 * 
FAL-583 2633 
1X 12' 2-3 DAYS 
SQUARE ALU 3/4 6061-T6 * 
CAL-34 1787 
1 X 20' STOCK 
ALU PLATE 1 3/4 6061-T651 RANDOM 
PAL-1346061-V 7458 
SAW CUT 

SCIE 1 
1x 10" x 72" 3-4 DAYS 
ALU PLATE 4 1/2 6061-T651 RANDOM 
PAL-4126061-V 7485 
1 PC 4-1/2" X 48" 2-3 DAYS 


5.00 PI2_$CLB 533.93 


35.00 


1.00 UN 


PI2_$CLB 


Date : 


Next Page... 


ACIER OUELLETTE INC. 

935, Boul. du Havre 

Salaberry de Valleyfield (Québec) J6S 5L1 

Tél.: 450-377-4248 Mtl: 514-336-4248 Ext.: 800-667-4248 
Fax: 450-377-5696 Mtl: 514-336-4246 Ext.: 866-456-4242 


Quotation SOQU0109163 
Billed to Customer N° CLI0001056 
DART AEROSPACE LTD Date 2018/05/25 
1270 , ABERDEEN ST. Revision N° 0 
HAWKESBURY, Ontario, K6A 1K7 
Prices valid until 2018/06/01 
Shipped to Your Order N° 
Processed by Eric Kaehlert 
, Ontario, Salesman ERIC 
Carrier OUELLE SDV 
Att : CHANTAL LAVOIE Tél.: 613-632-5200 Credit Terms Net 30 Days 
Page 


| FLAT SS 3/8X3SS304(R)  / 
FSS-383 3578 

1X 12'R/L STOCK 

SQUARE SS 1 $S304 (R) 40.80 12.00 PI_$CLB 12.00 PI 18.90 
CSS-1 2085 

1X 12'R/L STOCK 


4.00 PI_$CLB 4.00 PI 89.75) 


1X 4' 2-3 DA} 

PLATE 4140 HEAT TREAT 1 3/4 NS . 6.00 PI2_$CLB 6.0QUN_$UN 225.09 1 350.57 
P4140-134H 8507 

1X 12"X 72" 7-8 DAYS 

FLAT CR 1 1/4 X 2 1/4 1018 NS 5 12.00 PI_$CLB 12.00 PI 15.87 

FCR-114214 9828 

1X 12'R/L 2-3 DAYS 


FUEL CHARGE 
FRAIS_ENERGETIQUE 


Total Weight (Lbs) 1 373.71 


Important Sub-total 4 747.32 


This offer is based on the availability, the price of material can change without notice in function TVH-13 © + 617.15 
of the evolution of the current market prices. Bi ; 
This offer is subject to credit approval. 


Approuved and Accepted by : Date ; Total ($CAD) 5 364.47 


MATERIAL RECEIPT INSPECTION FORM 


MATERIAL: Wi+t- oe: ~$- 1. 77OKI2000 Po/BATcHNo: 0% SOI; 
DATE: JUN 13 2018 
MATERIAL CERT REC'D: 2S THICKNESS ORDERED:__/, JO 
QUANTITY RECEIVED: ; Z THICKNESS RECEIVED: Dy, 
QUANTITY INSPECTED: [ae SHEET SIZE ORDERED: 
QUANTITY REJECTED: > SHEET SIZE RECEIVED: 


DESCRIPTION 


(NJ 
connor ens _ft SI 
"|: 
| CORRECT GRAIN DIRECTION _|CYJI WN | 

Sonne Cr arent pen wonawne (ONL Ay 
|___ CORRECT THICKNESS /Y)[ NT 
}__FHOTO REQUIRED  SSC~*d 
| CORRECT REF#TOLINKCERT [CV [NH ac¥TPT7seys  C~—“—SCSCSCSCS 
[CORRECT MATERIAL IDENTFICATIONCY [NT —S—S—S 
Pboes tasnarenacreaue |) [3 


DOES THIS MATERIAL REQUIRE 
ENGINEERING SIGN OFF 4 


DOES THIS REQUIRE AN 
EXTRUSION REPORT 
CUT SAMPLE PIECE OF MATERIAL AND PREFORM A HARDNESS CHECK. 
RECORD RESULTS BELOW 


DURA | DURD | WEBSTER 
TYPE OF MATERIAL ene ee ee ee 
SIZE OF TEST SAMPLE ae ee 
Pale De Sees 


HARDNESS/DUROMETERREADING [sd 


testers located in the Quality Office 


COMMENTS 


QC 18 INSPECTION ENGINEERING SIGNOFF (if required) 
DAS 


INSPECTED BY: 11 SIGNED OFF BY: 
0-83 
pate: _ JUN 13 2018 __ DATE: 


Attach this inspection sheet with the corresponding material cert and remit to be scanned and received in 


H:\FORMS\Quality Assurance\approved QA\MRIF Material Receipt Inspection Form revD 
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MATERIAL RECEIPT INSPECTION FORM 


MATERIAL: Chote bidgoxea 125 PO / BATCH NO.: own soRh </ 
DATE: 13 2018 


MATERIAL CERT REC'D: Ve 5 THICKNESS ORDERED: a 2 bD 


QUANTITY RECEIVED: i 25 THICKNESS RECEIVED: > 


QUANTITY INSPECTED: / SHEET SIZE ORDERED: 
QUANTITY REJECTED: SHEET SIZE RECEIVED: 
DESCRIPTION 


Yate 
| ETAT ati 
CORROSION Se ees 


COMMENTS 


-< 


= 
is 
A 


| 
= 
SI 


LVN | ; 
| CORRECT MATERIAL PER M-DRAWING | (YJ| N [X]g9y /O/R 
CORRECT THICKNESS CN —~—S 
PHOTO REQUIRED b4| Ci 
| CORRECT REF #TOLINKCERT [(W)[ N [T7294 [- BO 
CORRECT MATERIAL IDENTFICATION(Y)|_N | 
[CORRECT MON THE MATERIAL 6 [NP 
DOES THIS MATERIAL REQUIRE |~ 
DOES THIS REQUIRE AN 
| Permusonneror™ vf) 


CUT SAMPLE PIECE OF MATERIAL AND PREFORM A HARDNESS CHECK. 
RECORD RESULTS BELOW 


TYPE OF MATERIAL Ea EE ERS Keele 
SIZE OF TEST SAMPLE el le 
HARDNESS / DUROMETER READING en eee Ee 


testers located in the Quality Office 


QC 18 INSPECTION ENGINEERING SIGNOFF (if required) 


DAS 
INSPECTED BY: 11 SIGNED OFF BY: 
DATE: 9-89 JUN 13 2018 DATE: 


Attach this inspection sheet with the corresponding material cert and remit to be scanned and received in 


H:\FORMS\Quality Assurance\approved QA\MRIF Material Receipt Inspection Form revD 


DART AEROSPACE LTD 


HAWKESBURY, ONTARIO, CANADA 


CHECKED 


| APPROV! 
CP | Ah 
DATE 

O(.t2 ob 


A OLAL. 0% 


DRAWING NO 


Riv 
sHeer | or ft 


AIS] 1O10-10z6 «BAR NTS 
New ($sué_ 


or Acrm 436 /A2bE /ASe9 [ASr0 
Guo - 2) ; 20K] 4 [sow /bow/ Tow 


PURCHRACE MATERAAL + 


PReT  NUMpek 3 Mio tO - BIT. i i iaieaia! WHERE T.TTT = MHICKNESS (in Intstex) 
Whi wow” WIDTH (tn tn(es ) 


THC | wipTH 


EG. OS X¥ 250" BAR 2 MIC10-B0.76° % O2.S00 


Copyright ©@2coi by DART AEROSPACE LTD 
THIS DOCUMENT iS PRIVATE AND CONFIDENTIAL AND IS SUPPLIED ON THE EXPRESS CONDITION THAT IT IS NOT TO BE USED FOR ANY PURPOSE OR VOPIED 
OR COMMUNICATED TO ANY OTHER PERSON WITHOUT WRITTEN PERMISSION FROM OART AEROSPACE LTD. 


MATERIAL RECEIPT INSPECTION FORM 


MATERIAL: AB ASB ly Hida X 1000 PO/ BATCH NO: O94) 33. foo Wao) 13 
JU 1 


DATE: 


MATERIAL CERT REC'D: \ JL S THICKNESS ORDERED: /, OG@ 
QUANTITY RECEIVED: j2 f THICKNESS RECEIVED: / ¢9, 

QUANTITY INSPECTED: SHEET SIZE ORDERED: A 
QUANTITY REJECTED: = SHEET SIZE RECEIVED: A, 


COMMENTS 


Am 
| CORRECTFINISH CV TN[C—“—~*S™S™SCSCCCSCSY 
gg eg 


CORRECT GRAIN DIRECTION _{ YJ 


DOES THIS MATERIAL REQUIRE 
ENGINEERING SIGN OFF 
DOES THIS REQUIRE AN 

EXTRUSION REPORT 


CUT SAMPLE PIECE OF MATERIAL AND PREFORM A HARDNESS CHECK. 
RECORD RESULTS BELOW 
WEBSTER 


TYPE OF MATERIAL ie a Sei Te? Nee 
SIZE OF TEST SAMPLE See SE) Se Ses 

i a es ees 
testers located in the Quality Office 


HARDNESS / DUROMETER READING 


QC 18 INSPECTION ENGINEERING SIGNOFF (if required) 


INSPECTED BY: DAS SIGNED OFF BY: 


DATE: A Tu 13 7919 DATE: 
Attach this inspection sheet with the corresponding material cert and remit to be scanned and received in 


H:\FORMS\Quality Assurance\approved QA\MRIF Material Receipt Inspection Form revD 
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MATERIAL RECEIPT INSPECTION FORM 


MATERIAL: (4 0Y/B0.329X 03: WOO PO/ BATCH NO: GYIOFI3 A500 
DATE: JUN 1.3 2018 


MATERIAL CERT REC'D: V as S THICKNESS ORDERED: __(¢ dis 3 7 . 

QUANTITY RECEIVED: / Z THICKNESS RECEIVED: 3 FS i 
QUANTITY INSPECTED: V2 SHEET SIZE ORDERED: fv 
ve 


QUANTITY REJECTED: oD SHEET SIZE RECEIVED: 


DESCRIPTION 


[SURFACE DAMAGE __ | V. (NJ 
[correct Finish YW] 


| CORROSION, YI (ND 

| CORRECT GRAIN DIRECTION [YJ] N | 

| CORRECT MATERIAL PER M-DRAWING | (Y JN [9295-7 Jz 
Se 


CORRECT THICKNESS (YN 


PHOTO REQUIRED (aaa) 
| CORRECT REF#TOLINKCERT [VII NIH EY TT7 SST J OC~“—SCSC*S 
[CORRECT MATERIAL IDENTFICATION (| N[T) OT ™—SSOCSC*S 


| CORRECT M#ONTHE MATERIAL [YJ [N [OU C—CSSC‘*dY 

ae le 
ENGINEERING SIGN OFF ¥ 

ane — 
EXTRUSION REPORT Y 


CUT SAMPLE PIECE OF MATERIAL AND PREFORM A HARDNESS CHECK. 
RECORD RESULTS BELOW 


DUR A DUR D__| WEBSTER 
TYPE OF MATERIAL nn en ee 
SIZE OF TEST SAMPLE ———+—__}—_ 
ann Boa 


HARDNESS / DUROMETER READING 
testers located in the Quality Office 


2 | 


QC 18 INSPECTION ENGINEERING SIGNOFF (if required) 


By: 
INSPECTED BY: 117 SIGNED OFF BY: 
89 UN 13 2018 


DATE: DATE: 


Attach this inspection sheet with the corresponding material cert and remit to be scanned and received in 


H:\FORMS\Quality Assurance\approved QA\MRIF Material Receipt Inspection Form revD 
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MATERIAL RECEIPT INSPECTION FORM 


MATERIAL: Athol $b BY. 500% 4. 30 PO BATCH No Otn33 hokage / 


DATE: JUN i } 2018 


MATERIAL CERT REC'D: ¥ £5 THICKNESS ORDERED: 
QUANTITY RECEIVED: S THICKNESS RECEIVED: 
QUANTITY INSPECTED: 4 SHEET SIZE ORDERED: 
QUANTITY REJECTED: ; SHEET SIZE RECEIVED: 


DESCRIPTION 


COMMENTS 
| SURFACE DAMAGE | VQ C—~—OCOCCC*é‘d 
| CORRECTFINISH (YJ NI 
| CORROSION | YN 
| __CORRECT GRAIN DIRECTION [CY] Nf 
| CORRECT MATERIAL PERM-DRAWING YN | Ay KOT SC~“C~SCS 
|___CORRECT THICKNESS (‘VND 
| __CPHOTOREQUIRED [YIN ™~—“C™SCSCSCOCS 
|_CORRECT REF #TOLINKCERT IO N [HAeX 7 COTS F03O3C COT J Pp 30ak _| 
[CORRECT MATERIAL IDENTFICATION@ WT N[7 TO CSCS~=*” 
| CORRECT M#ONTHE MATERIAL [/YJ[N [OU C™C~—“—SCSCSCSCSC*S 


DOES THIS MATERIAL REQUIRE | FA 
ENGINEERING SIGN OFF Y KN) 
DOES THIS REQUIRE AN Ae 

EXTRUSION REPORT YAN 


QO 


CUT SAMPLE PIECE OF MATERIAL AND PREFORM A HARDNESS CHECK. 
RECORD RESULTS BELOW 


DURA DUR D 

ee ee ee 
i Pe hee 
Ae 


TYPE OF MATERIAL 
SIZE OF TEST SAMPLE 
HARDNESS / DUROMETER READING 


QC 18 INSPECTION ENGINEERING SIGNOFF (if required) 


DAS 
INSPECTED BY: SIGNED OFF BY: 


DATE: 9-89$UN 13 2018 


DATE: 


Attach this inspection sheet with the corresponding material cert and remit to be scanned and received in 


H:\FORMS\Quality Assurance\approved QA\MRIF Material Receipt Inspection Form revD 
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MATERIAL RECEIPT INSPECTION FORM 


MATERIAL: a4 ah GS). 730X10-000 PO / BATCH no. Ote0B3 Bolo feo 
DATE: JUN 13 201 


MATERIAL CERT REC'D: \ f-LS THICKNESS ORDERED: / rap 5O 


QUANTITY RECEIVED: Gc? THICKNESS RECEIVED: Jo 25 ¢ 
QUANTITY INSPECTED: @ SHEET SIZE ORDERED: 


QUANTITY REJECTED: A SHEET SIZE RECEIVED: 


COMMENTS 


YAN 


a a 
Ss I did, aca, 


N HEATLEY 
OY] N | 


DOES THIS MATERIAL REQUIRE 
ENGINEERING SIGN OFF 


DOES THIS REQUIRE AN 
EXTRUSION REPORT 


CUT SAMPLE PIECE OF MATERIAL AND PREFORM A HARDNESS CHECK. 
RECORD RESULTS BELOW 


DUR A DURD_| WEBSTER 
TYPE OF MATERIAL 7 PEE Gee woekes see 
SIZE OF TEST SAMPLE ET ieee Geta mene ey Cee 
ie ee ae 


HARDNESS / DUROMETER READING 
testers located in the Quality Office 


QC 18 INSPECTION ENGINEERING SIGNOFF (if required) 


INSPECTED BY: 44 SIGNED OFF BY: 
DATE: g-adUN 13 2018 DATE: 


Attach this inspection sheet with the corresponding material cert and remit to be scanned and received in 


H:\FORMS\Quality Assurance\approved QA\MRIF Material Receipt Inspection Form revD 
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MATERIAL RECEIPT INSPECTION FORM 


MATERIAL: ANZ O/F64O.790XC).750 PO BATCH 0.040033 /5t LHS7F 


DATE: 3 2018 


MATERIAL CERT REC'D: Ve S THICKNESS ORDERED: @ IO 
} 


QUANTITY RECEIVED: 20 THICKNESS RECEIVED: ¢ 75 
QUANTITY INSPECTED: S SHEET SIZE ORDERED: 
QUANTITY REJECTED: SHEET SIZE RECEIVED: 


DESCRIPTION COMMENTS 


| ___s SURFACE DAMAGE | Y T(NY] 
|___ CORRECT FINISH CW) COC—CSOSOCOCOCOCSC“‘“C*Y 
| __CORROSION YC OCOC—SOSCSCSCSCSCSCSCSCSCSSY 
| __CORRECT GRAIN DIRECTION [QQ] Ns 
| CORRECT MATERIAL PER M-DRAWING [(YJT'N [Zen BOD] SSst—~—S~SSS 

‘JAC | ii A rainy 


CORRECT THICKNESS Wiha 


a 
|_CORRECT REF #TOLINKCERT [AlN ING ATT OPED 


CORRECT MATERIAL IDENTFICATIO ALN | 
CORRECT ME ON THEMATERIAL ICVN[ SS 


DOES THIS MATERIAL REQUIRE ly bay 
ENGINEERING SIGN OFF Y KN) 
DOES THIS REQUIRE AN sd 

EXTRUSION REPORT Y (-N) 


TYPE OF MATERIAL 
SIZE OF TEST SAMPLE 
HARDNESS / DUROMETER READING 


testers located in the Quality Office 


QC 18 INSPECTION 


ENGINEERING SIGNOFF (if required) 


DAS 
INSPECTED BY:_44 SIGNED OFF BY: 
DATE: ®-89UN 13 2019 DATE: 


Attach this inspection sheet with the corresponding material cert and remit to be scanned and received in 


H:\FORMS\Quality Assurance\approved QA\MRIF Material Receipt Inspection Form revD 
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MATERIAL RECEIPT INSPECTION FORM 


MATERIAL: Mbob AGK 6i25K0I3.000 PO/BATCH NO.:C) LOOZY/ SOL BP 


DATE: ) 13 208 


MATERIAL CERT REC'D: V 5. THICKNESS ORDERED: ( 2. 62 5 
QUANTITY RECEIVED: ] a THICKNESS RECEIVED: ; 

QUANTITY INSPECTED: t SHEET SIZE ORDERED: 
QUANTITY REJECTED: Z SHEET SIZE RECEIVED: 


DESCRIPTION COMMENTS 
| Ss SURFACEDAMAGE OT YIQUP OO C—C“CSCOCSCSCSC“‘“‘CNWOWSWC#S 
| CORRECTFINISH [VN C“‘“CSC*C*C~*S 
| __ CORRECT GRAIN DIRECTION |(YZ7) NI 
CORRECT MATERIAL PER M-DRAWING |(Y_J N [Als Ya 572° 
| PHOTOREQUIRED | YI] 
| 
LI 


|_CORRECT REF #TOLINKCERT [ON [Ha 7TOOTSISQIO)I PSs 
[CORRECT MATERIAL IDENTFICATION W)[N [PT C~—“—SOSCS 
yy 


CORRECT M# ON THE MATERIAL |{ 


DOES THIS MATERIAL REQUIRE 


NA 
UN | 
|) eee 
9 ka 
DOES THIS REQUIRE AN [= 
EXTRUSION REPORT Y 


CUT SAMPLE PIECE OF MATERIAL AND PREFORM A HARDNESS CHECK. 
RECORD RESULTS BELOW 


DUR A DURD__| WEBSTER 
nie ee ele Se 
a, Pane eee eee 
testers located in the Quality Office 


TYPE OF MATERIAL 
SIZE OF TEST SAMPLE 
HARDNESS / DUROMETER READING 


QC 18 INSPECTION ENGINEERING SIGNOFF (if required) 


INSPECTED BY: DAS SIGNED OFF BY: 


DATE: 9. DATE: 


Attach this inspection sheet with the corresponding material cert and remit to be scanned and received in 


H:\FORMS\Quality Assurance\approved QA\MRIF Material Receipt Inspection Form revD 
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MATERIAL RECEIPT INSPECTION FORM 


MATERIAL: be 16 (t A i 409-250 XO4.000 PO/ BATCH No O6033-E eRe 
JUN 13 2018 


DATE: 


MATERIAL CERT REC'D: VF THICKNESS ORDERED: (3, 2 sO 


QUANTITY RECEIVED: Za! THICKNESS RECEIVED: 
oc... 

QUANTITY INSPECTED: 20 SHEET SIZE ORDERED: 

QUANTITY REJECTED: SHEET SIZE RECEIVED: 


COMMENTS 


| DES 

| 
| ___CORROSION | YR 
| __CORRECT GRAIN DIRECTION [| (2d NP 
| CORRECT MATERIAL PERM-DRAWING |(V'T NIA] Fm HORT COC™~—SSSCSCS 


CORRECT MATERIAL IDENTFICATION( Y)] N [nnn 
CORRECTM#ONTHE MATERIAL [CY] IN] C“‘“‘CSCC(‘#*CS 


DOES THIS MATERIAL REQUIRE | | -~J 
ENGINEERING SIGN OFF Y Ar) 
DOES THIS REQUIRE AN \ 
EXTRUSION REPORT Y } 


CUT SAMPLE PIECE OF MATERIAL AND PREFORM A HARDNESS CHECK. 
RECORD RESULTS BELOW 


DURA | DURD | WEBSTER 
TYPE OF MATERIAL Eo ee I 
SIZE OF TEST SAMPLE Ee 
ee 


HARDNESS / DUROMETER READING 
testers located in the Quality Office 


QC 18 INSPECTION ENGINEERING SIGNOFF (if required) 


INSPECTED BY: DAS SIGNED OFF BY: 
adJUN 13 2018 DATE: 


Attach this inspection sheet with the corresponding material cert and remit to be scanned and received in 


H:\FORMS\Quality Assurance\approved QA\MRIF Material Receipt Inspection Form revD 
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MATERIAL RECEIPT INSPECTION FORM 


MATERIAL: rob if Csi. 250X6.000 PO! BATCH No O63 351 05H, rd 
JUN 13 2018 


DATE: 5 OG y~ dat 
MATERIAL CERT REC'D: YY f THICKNESS ORDERED: /4 250 
QUANTITY RECEIVED: xe ‘ THICKNESS RECEIVED: _/-» 2 5O 


QUANTITY INSPECTED: 2x! SHEET SIZE ORDERED: 
QUANTITY REJECTED: SHEET SIZE RECEIVED: , 


COMMENTS 


SURFACE DAMAGE Sa 
CORRECT FINISH st) | is 
CORROSION oe 
CORRECT GRAIN DIRECTION [YJ I ; 
CORRECT MATERIAL PERM-DRAWING [CY] N|4%ng SAGY —“—~*~*~™~™~Ss 
CORRECT THICKNESS i? 1 il, 
, ~ 
Pet Saleen aaa 


PHOTO REQUIRED 

CORRECT REF#TOLINKCERT |(¥/] 1 

ORRECT MATERIAL IDENTFICATION(Y| N 
CORRECT M# ON THE MATERIA 


DOES THIS MATERIAL REQUIRE 
ENGINEERING SIGN OFF Y @ 


DESCRIPTION 


| 
ic 


@) 
Oo 


a 
© 
2 


DOES THIS REQUIRE AN 
EXTRUSION REPORT 


CUT SAMPLE PIECE OF MATERIAL AND PREFORM A HARDNESS CHECK. 
RECORD RESULTS BELOW 


DUR A DUR D 
testers located in the Quality Office 


TYPE OF MATERIAL 
SIZE OF TEST SAMPLE 
HARDNESS / DUROMETER READING 


QC 18 INSPECTION ENGINEERING SIGNOFF (if required) 


INSPECTED BY: 117 SIGNED OFF BY: 


NTS Oe om 


Attach this inspection sheet with the corresponding material cert and remit to be scanned and received in 


DATE: 


H:\FORMS\Quality Assurance\approved QA\MRIF Material Receipt Inspection Form revD 


3 2 ] 
—_——————— ENE NIN 
PURCHASE MATERIAL: 6061-T6/T62/T651 ALUMINUM SHEET OR PLATE 
SPECIFICATION: QQ-A-250/11 OR AMS-QQ-A-250/11 
OR.AMS. 40 
PART NUMBER: ial x W.WWW) 
THK] |WIDTH 
WHERE ".XXX" = THICKNESS (IN INCHES) 
AND "W.WWW" = WIDTH (IN INCHES, OPTIONAL, FOR SPECIFYING CUT PLATE) 
EG. 0.063" THICK SHEET = M6061T6S.063 
EG. 3.5" WIDE BY 0.500" THICK PLATE = M6061 T6S.500X3.500 
PREFERRED SIZE: .XXX BY 4FT BY 8FT FOR SHEET 
C | ADD PLATE AND 7651 SPEC ML 17.12.13 
5 | REFORMAT DW, ADD B209 SPEC (2N 08-4), cp 09.07.13 
| _A_| NEWISSUE RF | 01.06.08 
REV. DESCRIPTION BY DATE 
DESIGN os DART AEROSPACE LTD 
a DRAWN ML __ HAWKESBURY, ONTARIO, CANADA 
CHECKED NO DRAWING NO. REV. C 
208 ha eh 4? 5 MFG. APPR. irs; M6061T6S SHEET 1 OF 1 
porte - APPROVED HS TITLE SCALE 
QO. |DE APPR. cp Y7 6061-T6 SHEET/PLATE SPEC nts 
<7 DATE i 7 COPYRIGHT © 2001 BY DART AEROSPACE LTD 
4 T 1 2 4 3 ‘THIS DOQUMENT IS PREVATE AND CONFIDENTIAL AND IS SUPPLIED GH THE EXPRESS COND TION THAT ITS 


NOT TOBE USED FOR ANY PURPOSE OR COPED OR COMARMECATED “0 ANY CTMER PERSON WTC ZT 
YORE TAM PRIU SION F HOM CART AEROSPACE LTD 


2 ] 


wo 
a 
(a) 


MATERIAL RECEIPT INSPECTION FORM 


_ a een 
waren: 4h 500 po arcu wo: 041033 nearer 


DATE: JUN 1 3 2018 


MATERIAL CERT REC'D: Y|es THICKNESS ORDERED: 9 -@) 


F i —_ 
QUANTITY RECEIVED: { A x THICKNESS RECEIVED: ©9390 
QUANTITY INSPECTED: ) SHEET SIZE ORDERED: 
QUANTITY REJECTED: SHEET SIZE RECEIVED: 


LN 
| CORROSION, YY PY 
| CORRECT GRAIN DIRECTION _[(Y7[N | 

| Ny 


CORRECT MATERIAL PER M-DRAWING |(Y/| 


[| CORRECT THICKNESS [QV] Nf 
ia. Pe nr 


PHOTO REQUIRED 
CORRECT REF #TO LINKCERT  [(¥) | 
ORRECT MATERIAL IDENTFICATION( ¥) | 


CORRECT M# ON THE MATERIAL |(Y)] 


De ee ee Se 
ii i re 
DOES THIS MATERIAL REQUIRE ie : 
ENGINEERING SIGN OFF Y 
DOES THIS REQUIRE AN = 
eee | eke 
CUT SAMPLE PIECE OF MATERIAL AND PREFORM A HARDNESS CHECK. 


TYPE OF MATERIAL 2. se pene pes Te 
SIZE OF TEST SAMPLE is i Se DE 

iw Goes Ee Oe 
testers located in the Quality Office 


@) 


@ [lel 


HARDNESS / DUROMETER READING 


QC 18 INSPECTION ENGINEERING SIGNOFF (if required) 


INSPECTED BY: DAS SIGNED OFF BY: 
DATE:¢.ao JUN 13 2018 


Attach this inspection sheet with the corresponding material cert and remit to be scanned and received in 


DATE: 


H:\FORMS\Quality Assurance\approved QA\MRIF Material Receipt Inspection Form revD 
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MATERIAL RECEIPT INSPECTION FORM 


MATERIAL: | .- Lf et 
DATE: HIN 49 9040 


MATERIAL CERT REC'D: 
QUANTITY RECEIVED: 
QUANTITY INSPECTED 


QUANTITY REJECTED: = 


DESCRIPTION 


[SURFACE DAMAGE | ¥ [(NJ 
[CORRECT FINISH ___ 7) 

[corrosion __| “7 |(N 
[CORRECT GRAIN DIRECTION [| NT 


PO / BATCH NO.:) 10033 / S0 BoP 9e/ 


THICKNESS ORDERED: 
THICKNESS RECEIVED: 
SHEET SIZE ORDERED: 
SHEET SIZE RECEIVED: 


COMMENTS 


CORRECT MATERIAL PER M-DRAWING [CY] Ol 
ee 


CORRECT THICKNESS v Y)| 
PHOTO REQUIRED iY |/N)} 


) eee 
| CORRECT REF#TOLINKCERT |(YN [Hla Fe Jo o/7J 
all on eS a AS 


[CORRECT MATERIAL IDENTFICATION Y) | _N | 
on 


DOES THIS MATERIAL REQUIRE 
ENGINEERING SIGN OFF 


DOES THIS REQUIRE AN 
EXTRUSION REPORT ug 
SS 


TYPE OF MATERIAL 
SIZE OF TEST SAMPLE 
HARDNESS / DUROMETER READING 


WEBSTER 
Deel 
_ 
aes, 


testers located in the Quality Office 


QC 18 INSPECTION 


INSPECTED BY: DAS 


ENGINEERING SIGNOFF (if required) 


SIGNED OFF BY: 
DATE: 


DATE: gay JUN 2 OP 


Attach this inspection sheet with the corresponding material cert and remit to be scanned and received in 


H:\FORMS\Quality Assurance\approved QA\MRIF Material Receipt Inspection Form revD 
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CERTIFICATE OF TESTS ABNAHMEPRUEFZEUGNIS CERTIFICAT DE CONTROLE | <>, 
CERT SERIAL# 001083003 


@ CARPENTER 


Carpenter Technology Corporation 
101 West Bern Street, Reading, Pa. 19601 
Tel:: (610) 208-2000 (800) 338-4592 


HE RECORDING OF FALSE. FICTI R_ FRAUDULENT STATEMENTS OR ENTRIES ON THIS JMENT 
. thy GyNISHED AS A FELONY UNDER FEDERAL STATUTES INCLUDING FEDERAL LAW. he i 


@ JHE VALUES op OTHER TECHNICAL DATA REPRESENT THE RESULTS OF ANALYSES AND TESTS MAD 
N SAMPLES COLLECTED FROM THE TOTAL LOT. ORIGINAL DATA RECORDS CAN BE TRACED BY 
ee 10 He CARPENTER ORDER NUMBER. 


@ HATERIAL IS MANUFACTURED FREE FROM MERCURY, RADIUM, ALPHA AND GAHMA SOURCE CONTANINATION. 
IS DOCUMENT SHALL NOT BE REPRODUCED, EXCEPT IN FULL. KITHOUT THE WRITT ENT 
° i! ER TECHHDLOcY CoRFORRT RE ‘ ‘ ileal 


03/06/18 CARPENT : 

SELLER/ VERKAUFER/VENDEURPAGE 1 OF 2 
SocEe Wee a CARPENTER TECHNOLOGY CORP 
SOUTHFIELD »MI 48034 


101 W BERN STREET 
READING ,PA 19601 
= ae, 


CUSTOMER ORDER NO./BESTELL-NR./N° DE COMMANDE CARPENTER NO. 7WERKS-NR./Ne DE REFERENCE INTERNE DATE/DATUM/DATE J WEIGHT/GEWICHT/POIDS 


5400390299-R02 CHI027503 11781 03/06/18 2008.000 
EES E..” 


HEAT NUMBER / SCHMELZE-NR. / N° DE COULEE : 752410 “<4 UNS NUMBER $17400 
PRODUCT DESCRIPTION: T T7=4:. SO PION ANNEALED COLD FINISH 


SPECIFICATION: TALLEY 174-T1A CAP OF H900 (01/11/99) 

wee eee S 2303(REAFFIRMED) REV F (06/ /16) 
OD QUALIFICATION) G (02/01/13) 

yh OF H900 REV U (08/ /16) 


-A484- 
ASTM-A564-13 CAP OF H900 
ASME-SA564 CAP OF H900 2015 EDITION 
ASTM-F899-12B 
GE S-400 (06 
A REV (01/10/17 
PRATT MCL F- REV Cc (BEY 08 /{OF/ eae) 
SIZE 0.750000 IN.( 19.05 MM) RD-~ BAR 
BAT~CHEMESTRY(WTS) : (TEST METHOD IS SHOWN IN PARENTHESIS) 


c (com) MN (XRF) SI (XRF) P (XRF) S (COM CR (XR 
0.03 0.85 0.39 0.021 0.92¢ 15.58! i 
NI (XRF) MO (XRF) CU (XRF) N_ (FUS) CB (XRF 
4.24 O.1% 3.69 029 0.58: LT A el 
CB+TA 
05:27 


THIS MATERIAL WAS MANUFACTURED IN ACCORDANCE WITH ED ose SPECIALTY ALLOYS 
OPERATIONS QUALITY PROGRAM MANUAL REVISION 35, DATED 11/07/16. 
MILL ee TREATMENT : 


SOL ANL 
TEMP 1900F (_ 1038C) 
TIME (BATCH FURNACE) 30.00 MINUTES 
QUENCH WATER 


DISCS MACROETCHED AND APPROVED 


HARDNESS AS SHIPPED, HRC 


D - 34 (MIDRADIUS) 
MAGNETIC PARTICLE: FREQUENCY = 0 / SEVERITY = 0 


CONTINUED ON NEXT PAGE 


This certification is made to the customer printed on this form. Carpenter neither makes, nor assumes responsibility for, any representation or Cettification to other parties, 
Dic vorliegende Zertifizierung ist nur fir den in diesem Formular genannten Kunden giiltig. Carpenter ibernimmt gegentiber Dritten keinerlei Haftung fir die ausgewiescnen Daten oder Zenifizicrungen, 
Ce certificat est uniquement valable pour fe client dont.te nom est inprimé sur ce formulaire. Corpenter n'assuime pas de sesponsabilité pour une certification vis-a-vis d'une tierce personne, 


CERTIFICATE OF TESTS ABNAHMEPRUEFZEUGNIS CERTIFICAT DE CONTROLE 
CERT SERIAL# 001083003 


©@) CARP ENTE © FAG RECORDING OF FALSE.  FICTICTOUS OR FRAUDULENT. STATEMENTS OR ENTRIES ON THIS, DOCUMENT 


FIC 
Carpenter Technology Corporation MAY BE PUNISHED AS A FELONY UN 


MAY Pu FEDERAL STATUTES INCLUDING FEDERAL LAW. TITLE. 1d, 
101 West Bern Street, Reading, Pa. 19601 e THE VALUES AND OTHER TECHNICAL DATA REPRESENT THE RESULTS OF ANALYSES AND TEST 
: APPLES “COLIRCHED BRON. He OAT ete bare NRE SHUTS. OF HHALYSES a Te 
Tel (10) 2O8s000 (0)9384502 REFERENCE YO amu CARPENTER ORDER. NUMER. 
© WATERTAL IS MANUFACTURED FREE FROM MERCURY, RADIUM. ALPHA AND GANMA SOURCE CONTAMINATION. 
© THIS, DOCUMENT. SHALL NOT BE REPRODUCED, EXCEPT IN FULL, WITHOUT THE WRITTEN CONSENT 
03/06/18 OF CARPENTER TECHNOLOGY CORPORATION 
T. R SELLER/ VERKAUFER/VENDEURPAGE 2 OF 2 
COPPER & BRASS SALES CARPENTER TECHNOLOGY CORP 
22355 W ELEVEN MILE 
SOUTHFIELD »MI 48034 


101 W BERN STREET 
READING ,PA 19601 


CUSTOMER ORDER NO./BESTELL-NR./N° DE COMMANDE CARPENTER NO. /WERKS-NR./Ne DE REFERENCE INTERNE DATE/DATUM/DATE — | WEIGHT/GEWICHT/POIDS 


5400390299-R02 CHI027503 L11781 03/06/18 2008.000 


HEAT NUMBER / SCHMELZE-NR. / N° DE COULEE : UNS NUMBER $17400 

MICROSTRUCTURE - FERRITE LESS THAN 5.003 
CAPABILITY 
900 F( 482 CC), 01 HR AIR COOL 

HARDNESS , HRC - 42 (MIDRADIUS) 

(T)RANSVERSE_ (1) ONGITUDINAL ‘L 
YIELD STRENGTH, (0.20 %) KSI (MPA) aoe et 1224} 
TENSILE STRENGTH, KSI (MPA) 205.5( 1417 
ELONGATION IN 2.00", & 14.8 
REDUCTION OF AREA, % 53:..5 


MELTED IN USA 


MELT SOURCE: CARPENTER 
MATERIAL TESTED AT A QUALIFYING CARPENTER LAB 


MATERIAL HAS BEEN MELTED AND MANUFACTURED IN THE USA WHICH IS A QUALIFYING 
COUNTRY TO DFARS REQUIREMENTS 252.225-7014 WITH ALTERNATE 1 FOR QUALIFYING 
COUNTRY tay hana UPERSEDED BY DFARS REQUIREMENTS DFARS 252.225-7008 AND 


UALITY MANAGEMENT SYSTEM WAS REGISTERED AS OF NOVEMBER 24, 2013 TO 
THE REQUIREMENTS OF ISO 9001:2008 APPROVAL CERTIFICATE 13-1996R BY PERFORMANCE 
REVIEW INSTITUTE. THIS CERTIFICATE OF TEST IS TYPE 3.1 PREPARED IN ACCORDANCE 
WITH EN 10204 (DIN 50049). WE HEREBY CERTIFY THAT THE ABOVE TEST DATA ARE 


E_ORDER AND SPECIFICATION REQUIREMENTS, ‘°* 
AS DOCUMENTED IN THIS CERTIFICATE OF TESTS. 


TEST METHODS ARE PER THE ASTM STANDARDS ON FILE AND IN EFFECT aT TIME OF ORDER 
ACCEPTANCE, STANDARD PRACTICES, OR AS AGREED UPON BETWEEN CARPENTER & CUSTOMER. 


SHARON S. BRUNSON 
QUALITY ASSURANCE REP. 
CARPENTER TECHNOLOGY CORPORATION 


ataea sic 


Srial Shipped On 
je 


SSRD01402 


" 9 <2 
Pac, Ears BEL AS, 
Pests ii @ Pv Vly 
f 


SUS 


on 


Your OFe Sa as Sales, Inc. 


From Coppel Aad Brass = | 
INV/WO FY D4 eleY/ ae e 
WGT 7 a 


Sharon B Ahinoery, 
iS Certification is made to the customer printed on this form. ter neither makes, nor assumes responsibility for, any representation or certification to other parties. 


Die vorlieyende Zertifizierung ist nur fiir den in diesem Formular genannten Kunden giltig. Carpenter dbemimmt yegendber Dritten keinerlei Haftun 


tc ig flir dic ausgcwiesenen Daten oder Zextifizierungen, 
Ce certificat est unig uement valable pour le client dont le nom est inpriné sur ce formulaire. Carpenter n'assume pas de responsabilité pour une certification vis-a-vis d’'uac tictoe personne. 


- a 


PO bSO 


“= CHANDAN STEEL LIMITED 
‘ (GOYT.-OF INDIA RECOGNISED EXPORT HOUSE) 


Ki 80 900N aig CERTIFICATE, oF" to11022 
ADM. OFFICE: sos, SURIESAGAR, 8, 5. PATKATUMIARG, MUNDAL400.007;INDIA : : ; WORKSPLOT NO. 31.10 36 ASAG,AB, 8 49/2,142 


Tel.: 91-22+ 66290600, Fax.: 91-22-66290635/34 ‘ . {EXP. ARBAJGIDG,; UMBERERGAON & SURVEY NO, 102 

Websile :wwwchandansieel net : ; : ; DEBARY, TALUKA:UMBERGAON, DIST:VALSAD, GUJARAT 396171 

Eniail ;ésl@cliaiidansteelnet ; . GSTIN -24A.AACC47138126 

Le. No.: ‘ : ; . r 

Le. Date; ; : : F824 QC 09A/-02/10.12.2012 


MILL TEST /INSPECTION CERTIFICATE 3.1 

__ACCORDING TO EN 10204 : 2005 — 
ra Test Certificate No... : EXP/01152~- 08/2017-2018 

_|Date of Issue : 03.01.2018 

4B. No. : MNB942 

SC_No, & Date + 17-18/00447, Dt.08.11.2017 

Invoice No. & Date _ : EXP/01152/2017-18 Dt.03.01.2018 


‘ fENGTH 

. Oo 
[ordered [etal | po 

ee ee 


Process: Route 


PRODUCT DESCRIPTION 
STAINLESS STEEL ROUND BARS 


Electric Melting, A.0.D, Refining, 
_ Continuous Casting - 


Yield Strength, 
N/mm r/MiPa (Rpo.2): 


Tensile Sirength 
Néouin’7MPa (Rein) | 


‘1. Cold drawn & Cenireless Ground, 2, Solution annealed at 1050 °C, 


3. PMI test done 100% & found Satisfactory. 


4, Material is free from tadio-activé contamination. 
est as per ASTM.A262 15 (Pr.B) satisfactory. 
5/A182-15/A479-15 & ASME $A479-13 Specifications, 


5, Inter-Granular Corrosio: 


6. The material conforms 


7. Location of sample~ Centre; Direction = Longitudinal, Test Temp: Raom Temp., Shapé of Test Piece - Round. 


8, Marking details - Company Logo; Size, Grade -& Heat No, 

9. The material is manufactured /melt in Chandan Steel Mill and is of Indian Origin, 
10, No welding/weld repairs was performed on this material,, 

BUNDLENO. — 32, 33, 35 & 36 


It is hereby certified that the above results are-true and correct in évery- & 
details and are meeting the requirements of specification & purchase order. MANAGER = » QUALITY ASSURANCE 


Ee 


North American Stainless Canada ine: 6870 Highway 42 East 
NA i ME RT Ghent, KY 41045-9615 
as) = pt ON me oad North METALLURGICAL TEST REPO cade 


: Certificate: 373018 17 Date: 1/19/2018 Page: 1 


Cuatomer: 007080 003 - Steel: 306/304% 
Finish: CD 
Corrosion: ASTM A262/15 Prac A/E OK 
Your Order: NS1116 WAS Order: IN 0257931 05 Heat Treat Code: 44,465 
REMARKS: 
Round Bar, Annealed, Cold Draw COMPLIES W/REQUIREMENTS OF DPAR 252.225-7009 EU DIRECTIVE 
UNS 30400/30603 EN 10204 3.1, ASTM A684/16 2011/65/E0.RoHS. EAF+AOD+CC. NO WELD REPAIR. MELTED AND MFG 
ASTM A276/17, ASTM AG79/17, ASTM A162/16a CHEM ONLY, IN USA FREE FROM MERCURY AND LOW MELTING ALLOY CONTAMINATION 


ASME 8A479/13, ASME SA182/13 CHEM ONLY 

AMS 56399, AMS 5647K, AMS QQ8S-763D, QQS-763F, ASTM ¥899/12b 
SOLUTION ANNEAL TEMP 1900F MIN, ASTM A320/17a CL 1 GR BS 
ASTM A193/10A-ASNE SA193/10 Cr. 1 GR BS 


82.39 99.38 73.47 


NAS hereby certifies that the analysis on this certification Is correct. Based upon the results and the accuracy = mechnical 
of the test methods used, the material meets the specifications stated. These results relate only to the Items Dept. Mgr. 
tested and this report cannot be reproduced, except in its entirety, without the written approval of NAS. KRIS LARK 1/19/2018 


SC. ALRO SASLATINA}: 
Punct de lucru Satins | 
Sts.Miscov Nr.t, Jud. @. 

Serv. tnspostia Calltatis 


PO: : 


LOT / BATCH | CASE [Ret weiour ibs | 2 a a on 


Wiha yey _ 1726| ceRTPEDSRAcIoN IVITMGICO ~ 


WO KONA HetOnad 2020 «| || AED kiaiti 
SLATINA 


me 2G 
, EMPER: T651__ 


1 25THxae. S°WDX144,5"LT 


CERTIFICATE Date; 112372018 


CUSTOMER : 


CONTRACTIORDER ; 2224 
BILL OF DELIVERY ; 80348517 
TRUCKICONTAINER : MSCU 5764780 


MATERIAL UM PLATES 
ALLOY :(6081 
a frm: 80083. ‘ 


Ze 
ASTM 6208; 4 


ASCORDING TO 
AGTUAL MECHANIGAL PROPERTIES 


= y 
s 4027N; ANS} H36.2; ASME SB209; AMS- QQ-A-250/14 
1 MPa 24 Nimm2 = 0,145 kel = 0.102 kgfimm2 


1 Ibs = 0,4536 kg 


Spocified vane ag 


ae | §90199;501435; 
§91437:592325 


a 5 40.4 14.5 
8,783,224 46.2 39.4 14.5 


ACTUAL CHEMICAL ANALYSIS a 


OlhersTotal- Max: 0.15 


Other Gach- Max.: 0.05 


REMARKS: 


ACCORDING TO: ASTM B208:2014; AMS 4027N:2000; ANSI H35.2:2013; ASME SB209:2015; AMS-QQ-A-260/11:1907 
Wa hereby certify that tho matortal dalated herson has boan produced and tested according lo the requitemants of the relsvantstandards, specification 
andlor order, Keep In dry conditions, without longo termparatures varialoris. The differences bolwosn metal and alr must not oxcead 11 *C, Please follow th 
recommendatons of the Aluminium Association Guide for minimizing walor staining, tstost odivion, for the untoading and storage of tie matorlal In your 
Premises before usage, Also wa cartlly that ALRO products complias wih REACH Jogislaton no. 1907/2008 conceming the Registration, Evaluation, 
Authorization and Rosbiction of Ghomicals and CLF legislation no. 1272/2008 on classiicaton, laboting and packaghg of sublences snd mxwres. 


According to EN 10204:2004 3.4 


QUALITY CONTROL, DEPT. ALRO S.A. No.446, Pltost! Stroot Phono: +(49) 0249 435 4175 0249 432 956 alro@alra.ro 
Sa 4 29004B-SlalinaxROMANIA (Pox: (40) 0249 444 487; 0249615992 wrewaalra.ro 


cod #1/PO-051/Rev.4/2012 
ACIER 


22, boul. JF. Kennedy 
Saint-Jéréme, Qué. J7Y 4B6 


Date de livraison 


Heat #: Pgh aeog Rep — 


Josée Brissette 


nes ’ FAl- /y4- |/ 14 - +475" 
1986 


Sianinuse cate GLOBAL VIETNAM ALUMINIUM COMPANY LIMITED 

Address: MY XUAN BI-CONAC INDUSTRIAL ZONE, MY XUAN TOWN, TAN THANH DISTRICT, 
BA RIA VUNG TAU PROVINCE, VIBTNAM 

Tel: +B4(0)643924954 

Fax: +84(0}643924953 


MILL TEST CERTIFICATE 


Date; December 20, 2017 


PO aumber: P-17603 

Shipping Ref No.: 17-2472 

LC Ne.: DC HMN714904 

Date of issue; December 04, 2017 


Item rate ate . wail! 


ption: Flat Bar 25"x4"x 240" 6061-T6 D00203 we 
By ee wbiberts P.1760 at 
Heat Number: SXF17210 


Fate: 10 ‘ 
Applicable Specifications 


MECHANICAL ANALYSIS: 


Ult. Strength (ksi) Yicld Strength (ksi) Btongation%LN2” | Remark: =| 


All profiles, showing material shipped match aluminium alloy as per standard, with chemical analysis to 
match aluminium alfoy standard. 

We hereby certify that the item listed have been checked and tested in accordance with the specifications 
noted and have been found to meet all the applicable requirements. Certifications are kept on file for 36 
months from the date of purchase and are available for review upon request, referring to ASTM and the PO 
number. 


Quality Manager 


~~ TRUNG TAM KEM NGHItM CONG 

Bs TNAH NHOM TOAN CAUVIBT NAM 
GLOBAL VIETNAM ALUMINIUM 
CO, LTD TESTING CENTER 


Vpn IOFFER) 


CERTIFIED INSPECTION REPORT AND TEST RESULTS 
Service Center Metais FOR EXTRUDED PRODUCTS 


5850 Quality Way ga 
Prince George, VA 23875 Made OUR ORDER Benes . 
Can Do. the U.S.A. 
BILL TO MANIFEST NUMSER OlE NUMEER DATE OF SHIPMENT CERTIFICATH 
368013 RBO108 N 5/23/2018 ASTM-B221-1% StencilCont 
SHIP TO CUSTOMER FO Aid rR - SALESPERSON 
54 
iY O.SenOeterCanetd) 11550 11/8CIEU Somplint 


Vie hereby certify that the material covered by this report has been inspected in accordance with the most recent certification 

revision, and has been found to meet the applicable requirements described herein, including any specifications forming a part of the 

description, and that samples representative of the material met the composition limits and had the mechanical properties shown. items produced and certified as 
6061-T65117 also meet the requirements of 6061-T6, 


All aluminum products supplied by Service Center Metals. LLC contain no functional mercury, Neither mercury nor its compounds are used in the manvfacture of aluminum 
products at our facility. Furthermore, aluminum products supolied by Service Center Metals have not, to the pest of our knowledge. contacted any source of mercury. 


SCM is iSO 9001-2015 certified This product is RoAS-2, REACH, and DFARS compliant. 


Mechanicai Properties Test Date Ultimate Tensile Yield Strength Percent 
=e ; 
Tests Lot No. Strength (KSI) (KSI Elongation 
min max min mex min mex 
4 201808829 5/15/18 49.60 49.60 45.00 45.00 19.10 19.40 


minum Alioy 6061 
r i ) Others 
: a Lot No. Alloy Si Fe Cu Mn Me Cr Zn Ti AL Each Total Melt Source: 


203808828 6061 0.72 0.41 0.28 0.09 0.88 0.09 0.05 0.03 97.45 0.05 0.15 United States of America 


SCM products are meited and extruded in the USA 


Calvin J. Wiggins, Director of Quality & Technica! Services Rev 31272918 


as Se eee rere ee = nae 


[s+ Uitte or Th - A194 
oF 


Test de dureté Rockwell 
Rockwell Hardness Test 
Client / Customer : LES ACIERS TRANSBEC (1997) LTEE. 
Adresse / Address : 4054 BOUL. LE CORBUSIER # 201 
LAVAL, QC 
H7L5R2 
# commande | 7011453 


# bon de commande / Purchase order #: OU-47404 


: SQUARE BAR 3/4" 


6061 ss Longueur / Lenght : 


# de matrice / Die #: MS 17042 Descriptio 


Alliage & trempage / Alloy & temper : 


# Contrdéle / Control # : 


# Coulée / Cast i 


Dureté Rockwell E / Min, requis / Max, permis / 
Rockwell E hardiness : 93 HRE Min. required : 88 HRE Max, permified : 100 HRE 


To10Mox | o10Max | 0. 0.10Mox_| 0.10 Max | 0,10Mox_ 
018-026 | 0.46~0,54 | 003Max_| 0,05 Mox | 0.05 Max | 


wns [oat are | uz-aas | oe-o1s-{on-o25 foas-ast| ons faci fons 
ol_fova-om avons fals-na an fat Panta 1 0.20 Mox | 0.20 Max 


Nous certifions que [matériel foumi rencontre les exigences chimiques telles qu'annoncées par 
lan ASTM B-221-14 excepté pour la section 8.2 (nombre de spécimen) . 
ae 


We hereby certify that the material supplied meets the chemical properties as published by the 
ASTM B-221-14 except for section 8.2 (number of specimen) . 


Sincérement vdtre, date: 2017-02-17 
Yours truly, 


a7 


Daniel Alfredo Pelletier 
Directeur Qualité 
Quality Director 


a 


F.07.04 rev0 Rapport depropriétés mécaniques.doc 


Li 


Doc No. 111504 


TEST CERTIFICATE 


Certificate No: 1104LB8948 


[Risin i 
Lot No: » 08/04/023A1 


‘ PiList 


Gust Order No: PEC-228260 Certificate No: 
HULAMIN Order No : 0343116 siaahinnialaians ; 
Item Part = Combined P/List No : R97923 


B.209 ASTM 8209/07 AMS 4027N AMS-OQA-250/11, 08,199 


SS 


Relaase No: 


HULAM 


ROLLED PROOUC 


Hutamin Limited Reg. No. 1940/013924/06 VAT Reg. Ho. 4080 
HEAD OFFICE: Moses Mabhida Ad. Pietermaritzburg 3201, P. O, Box 74 Pictermaritrburg 3200, Sout! 
Telephone: +27 33 39S 6911 + Telefax: +27 33 3! 


ng FiteNo: _UR42529 "x 48.5" x 144.5" 


No: 21961266 
REO70629 


~~ RCIEFOUECLETIE INC. 
22, boul. J.F. Kennedy 
Saint-Jéréme, Qué. J7Y 4B6 


BOS 
7b) 
*livegison : OF [2eo/JOAB 
MadslOO7ar- ! 


Josée Brisseite 


Mecrarecat Properties 


Crf%) | Zn (%) 


7 


For purposes of determiniPg cd vith these specifications, an observed value or a calculated value shall be rounded “to the nearest unit” In the tas! fight-hand digit 
used In expressing the spec! Feation Timi, in accordance with the rounding method of ASTM Practice E29, for Ushuy Significant Digits in Test Data fo Determine 


Contormance with Specificavons, 


WE HEREBY CERTIFY, THAT THE MATERIAL DESCRIBED ABOVE HAS BEEN TEST 
INDICATED IS THE CHEMICAL COMPOSITION RAVE BEEN OBTAINED FROM CAST 


Praved Daw : 12 May 2011 


Indexed 1Junli by sissup1 


ED AND COMPLIES WITH THE TERMS OF THE ORDER CONTRACT. THE INSPECTION RESULTS 


ANALYSIS. 
(aa cE 
a 
ar 
———— ns 
Ver 2.54 V.tanlram{HeAO OF PFYSICAL TESTING) 
sensed i Scalh Aiea ~ mnots Regiseaunts af RRS ars SEACH tol i 


Dose 1@4t4 MS 


CERTIFIED INSPECTION REPORT AND TEST RESULTS 


Service Center Metais FOR EXTRUDED PRODUCTS 
5850 Quality Way SS 
Prince George, VA 23875 Kade OE ane 
the U.S.A. 947203 
MANIFEST NUMBER DIE NUMBER DATE OF SHIPMENT CERTIFICATION 
363091 4/4/2018 ASTM-B221-14 StencilCont 
“4P TO CUSTOMER PO ‘SALESPERSON ON ; 
: D 
) cere eonrceder (Canada) «iS -GOA-200/8 RewA chests 
Quantity Certified 4,608 Ibs 16 pes . sical 
___ ALSQ0005§ RoHS 2011/65/EU Compliant 
We hereby certify that the material covered by this report has been inspected in accordance with the most recent certification 


le 
éms produced and certified as 


description, and that samples representative of the material met the composition limits and had the mechanical propertios-shown: 
6061-16511 also meet the requirements of 6061-T6. 

All aluminum products supplied by Service Center Metals, LLC contain no functional mercury. Neither mercury nor its compounds are used in the manufacture of aluminum 
products at our facility. Furthermore, aluminum products supplied by Service Center Metals have not, to the best of our knowledge, contacted any source of mercury. 


SCM is ISO 9001-2015 certified This product is ROHS-2, REACH, and DFARS compliant. 
Mechanical Properties Test Date Ultimate Tensile Yield Strength Percent 
Strength (KSI) Elongation 
Tests Lot No. Stren th (KSI (KSI) Elongation 
min max min max min max 
1 201804026 3/8/18 49.20 49.20 45.70 45.70 18.80 18.80 
Chemical Composition for Aluminum Alloy 6061 
Others 
Cast # Lot No. Alloy si Fe Cu Mn Mg Cr Zn Ti AL Each Total Melt Source: 
301J180303CY 201804026 6061 0.75 0.38 0.31 0.09 0.89 0.10 0.06 0.03 97.39 0.05 0.15 United States of America 


Print Date: 4/4/2018 


5CM products are melted and extruded in the USA 


| 

| 

)01J180303K/ 201804026 6061 0.75 0.38 0.33 0.09 0.90 0.10 0.06 0.03 97.37 0.05 0.15 United States of America 
Calvin J. Wiggins, Director of Quality & Technical Services Rev 3/14/2018 | 


K 4 Ss > x £5 7 “PHOENIX TUBE COMPANY,ING. é) ; | ZO ? 4 
{ £2 Manufacturer of Stainless Ornamental and Structural Tubing 
oo CERTIFICATION OF TEST ; “ a < ol 


Sold To: Ship To: 


CUSTOMER ORDER#: 4500840983 
CUST REF NBR: 161002417 . ORDER#: 434128 


DATE SHIPPED: 19/09, . QTY SHIPPED: soot 
ef ———— 


SIZE: 3" X 3/8" HRAP 
VENDOR: NAS TES 


NOWELD: BAR 


Report Date: 05/17/17 


RoHS Compliant QTY SHIPPED EQUALS LBS. 
ASTM A262-15, PRACT/E NO WELD REPAIR. TYPE 304/304L DUAL CERTIFIED 
CORROSION OK, HRAP EN 10204 2.2 UNS# 30400 / 30403 

ASTM A479-17 ASTM A484-16 MILS 5059D AMEND 3 ASTM A866-15 

ASME SA479 ASME SA484 AMS5511H/AMS5513J AMS-QQ-S-763D CONDA 

ASTM A240-1648 ASTM A480-16b NACE MR0175/MR0103 

ASME SA240 ASME SA 480-16 AMS 5639J / AMS 5647K CHEMISTRY ONLY 


MERCURY IS NOT USED BY US AS AN ALLOYING MATERIAL NOR !S METALLIC MERCURY HANDLED IN THE VICNITY 
OF OUR PROCESSING LINES, MATERIAL IS FREE OF MERCURY CONTAMINATION. 
MATERIAL HAS BEEN HEATED TO A MINIMUM OF 1900 DEG, F AND 1S SUBSEQUENTLY COOLED 
RAPIDLY TO PREVENT CARBIDE PRECIPITATION, SOLUTION ANNEALED 


Chemical Analysis 

pst |fick |] m |] wo |] ov |{ co 

a | ||| 
Physical Analysis 


Pe YIELD TENSILE 


THE CHEMICAL ANALYSES ARE CORRECT AS CONTAINED IN OUR CORPORATE RECORDS. 
MECHANICAL PROPERTIES ARE MEASURED FROM SHEET COIL AND PLATE BEFORE CUTTING 


Melted & MFG in USA DFARS 252.225 Subsection Compliant,FAR BAA, DFAR BAA,FAR TAA Complies 


a) Clyaezet 
CERTIFIED BY Inventory Control Dept. Tbe 


4185 WIN DR ,BETHLEHEM, PA., 18017 - (610) 865-5337 
FAX NUMBER: 610-865-4073 


NUL. J NE. 
0000139304 
Datum i} Date / Data 


tINEe 


AVIRIICPIMIZEUGMISIMIN LEST GermticalerGenir. ae uuanasue 


EN 10204:2004/31 OGS5-/ 


Unsere Innere Verwelsung /Oar Int. Ref/ N/ ref Int 


(0 
ISlello. 


5OGOP-. 


BOOLLINGHAUS' 
Sit = 


DIN EN ISO 9001:2008 
TUV CERT No. 01 100 030458 


4 


5600039444 000080 26.02.2018 


Spezifikation/Stan s/Normas 

TYPE 304/UNS S30400 and TYPE 304L/UNS $30403 {ot a8 6NA6a, ASTM A182/A182M- 16a, ASTM A193/A193M-16, ASTM 
A479/A479M-16a, ASTM A320/A320M-15a, ASTM A314-15, ASTM Kee Poh E, AMS QQ-S-763D, AMS 5639J, AMS 5647K, ASME 
SA479/SA479M, ASME SA276, ASME SA182/182M, ASME SA 193/SA193M, ASME SA320/SA320M, NACE MRO175-2015, execution as per 
ASTM A484/A484M-16. 


Kunde / Customer / Cliente Endgiltiger Kunde/ Final Customer / Cliente Final 


Bestell Nr/Order NrfEnc.Nr, 0112257 C112257.8 


duktgruppe-_Product Group / Grupo Produto 
) 
4 AIS! 304/L CD SQ + 3a 


~Werkstott-Nr, 
Material-no. 
Qualidade 


Bestel] Nr./ Order Nr Enc.Nr. 
Gewicht / Weight/ Peso Bunde / Bundle / Atados 
1.050 Ib 01 
Werkstoff-Normbezelchnung / Material standard grade / Norma do material 
X 2 CrNi 18-9 
Beschreibung / Description / Descrigéo 


1.4307 


Stainless steel cold drawn square bars, 
US DFAR 262.225-7009: MELT SOURCE; United Kingdom / MFG: Portugal. 


Schmelzen Nr. 
Cast nrad-Fustonr. 


EAF+A0D 


Chemische Analyse in % / Chemical composition in %/Anallse quimica em % 


Kerbschiogarbait Dehngrenze Einschnirung oy 


Streckgrenze 


Proben Nr. Impact Test Yield point _ 1% point Reduction of area 
Tesl no, Resiliéncia Tansdoiimite  |Limite de extensio Coe, Estricdo 
Amostra no. = =F 


Rp 0.2% 


“~3067183.01.01 


ASTM A262 Practice E = | Warmebehandiung 


Visuelle Kontrolle Korrosionabestindigkait Heat treatment 
Visual Inspection sees {¥) | Tratamento térmico 
Inspecgio visual 

Corrosio Intereristalina Ok 


Abnahmebeaultragter 


ASTM A484 Annealed Quenched 1900 °F (1050 °C} 


Mafikontrolle Korngrisse Authorized Inspection Representative 
Dimensionat inspection Grain she ‘ 
inspecgio dimensional Tamanho de gréo (water quenched) 


Makroskoplsche Untersuchung 
Macrographlc test 


Inspector da Ke 


Vasco Ferreira (Q - VF) 
Bollinghaus Steel, SA 


Hlermit bestatigen wir, dass das Materlal der oben genannten 
Spezifikation entspricht, 


We confirm that this materlal meets the specification according 
the mentioned standards. 


Confirmamos que este material respelta as especificagdes 
ide acordo com as normas referidas, 


Verwechsiungsprufung _ 
Yest of identity Es 
Teste de identificagao Ok 


Material {ree from E34 


segregation defects. 


LONE 


Bemerkungen / Remarks / Observagées 


Country of origin: Portugal, No weld repair done. 
Material Is free of mercury and radiation contamination. 


2 OORAIANw 


APM, 


Chemical certification 
Certification chimique 


Order Num / No. Commandg Vendor / Fournisseur |} Country of origin / Pay d'origine | Date HHgatt coy ae Material ID # / No. matérie 
AC-16978 46 SLOVENIA-EU 05/02/ | 295845 
faimcieoaivarsensawe 


GradePNuance) Conditions 
(| 4140 PLT QUENCHED AND TEMPERED, SAW CUT 
eae UINTEAN STO Specifications. 


0 ASTM A829/A826M 
Re A el a 


Chemical composition / Analyse chimique 


Carbon (C) Silicon (Si) Manganese (Mn) Phosphorus (P) 
Mini/ maxi 0.3700 / 0.4400 0.1500 / 0.3500 0.6500 / 1.1000 0.0100 / 0.0190 
Actuel % 0.421 0.261 0.753 0.011 
Sulphur (S) Chromium (Cr) Nickel (Ni) 


Molybdenum (Mo) 
0.1000 / 0.2000 0.1500 / 0.2500 
0.980 0.170 


Cooper (Cu) Vanadium (V) Aluminum (Al) 
Mini/ maxi 9 4999 / 0.2900 0.0400 / 0.0500 
Actuel % 0.197 


Mini/ maxi 0-0200 / 0.0400 0.7500 / 1.2000 
Actuel % 0.001 0.160 
Tungsten (W) 


0.0000 / 0.0000 0.0000 / 0.0000 


0.037 0.024 0.000 


Cobalt (Co) Titanium (Ti) 


Mini/ maxi 9 9999 / 0.0000 0.0000 / 0.0000 
Actuel % 0.000 


0.0000 / 0.0000 0.0000 / 0.0000 
0.000 0.000 


0.0000 / 0.0000 


Mechanical properties / Propriétés Mécaniques 


Yield strenght / Elasticité |Tensile / Rés. a la traction] Elongation / Allon. (%)| Red. of area / Surface (%) 


Note: 


We certify that the above data has been verified and are conform to an original mill or supplier certificate supplied to us with the material 


Nous certifions que les données ci haut on été vérifier et sont conformes d'aprés un certificat originale qui nous a été fourni par notre fournisseur. 


ee 
a ; 


red by Prepare par: 


Customer Name Customer PO# Invoice No Shipper No Heat Number 
ACIER OUELLETTE INC. DIVSALABEI AC16979. 100986. 94452. 12027 


_ MANUFACTURERS OF BRIGHT'STEEL BARS 

i "NORTON WORKS - MALTON » NORTH YORKSHIRE - ENGLAND - 017 98D 

T: +44 (0) 1653 602122 F: +44 (0) 1653 695656 E: export@bright-steels.com 
| aac ana : 

Date : 07/02/2018 Number: 114375 

VAT Registration No, 186 8255 35 


UNLESS AGREED OTHERWISE THE MATERIAL DETAILED BELOW HAS BEEN INSPECTED AND 
TESTED ACCORDING TO PROCEDURES RELATIVE TO OUR BS EN ISO9001 REGISTRATION 
TO COMPLY WITH THE REQUIREMENTS OF THE SPECIFICATION AND ORDER. 
CONFORMS TO EN 10204 2.2. ORIGINAL CERTIFICATES ARE HELD ON FILE. 


DESCRIPTION AND " CASTNO. BATCHNO = DESPATCH 
ORDER DETAILS | ‘ es cepts WEIGHT YOM 


BRIGHT MILD FLAT TO ASTM A28-03 (A108-99 


2216 LBS 4005 KGS 


[ We% Tne [cum | sox | Ae | 


‘PRD-12750701 


; 8% | ax | 
“f_o0s4 {0180 |" 0030 [0130 "| 0200 | 0023 | 0002 | 


BRIGHT MILD FLAT TO ASTM A20-03 (A108-99) 1018 
IN 11'6-12'6" LENGTHS 
TARIFF NO. 7215.50.11 


taxa” 


et Lf 


Registered In England No 159061 Page 5 of 7 


ctor srnh perensenntnh atemnartianatars ndstrararstnyenarnePininarePe 


